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AB The cement compns. for underwater constructions are composed of 
ce ment 10 0/ active slag fine particles 25-67, nonionic 
'c ellulose ether thickene r 0.5-2.5, melamine sulfonic acid or 
triazine plasticl zer oT6-5.0, and ant i Coaming agent 0.04-0.5 weight 
parts. The active slag fine powder has a sp. surface area of 4000-5000 
cm2/g. The thickener is selected from hydroxy Pr Me cellulose, 
hydroxy Et cellulose, hydroxy Et Me cellulose, hydroxy 
Et Et cellulose, or Me cellulose, and has 8000-50000 
cP viscosity in the 2% aqueous solution at 2000. 
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